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group; b) an initiator, c) optionally a non-mesogenic compound having two or more polymcrizablc functional groups; and d) optionally a 
stabilizer, and relates to an optical retardation fibn used in said combination of optical elements and to a liquid crystal display comprising 
said combinaticm of optical elements. 



FOR THE PURPOSES OF INFORMATION ONLY 



Codes used to identify States party to the PCX on the fircmt pages of pamphlets publishing intmiatioiial applications under the PCT. 



AL 


AltwiM 


ES 


Spun 


LS 


Lesotho 


SI 


Slovenia 


AM 


Aimenia 


n 


Fmlmd 


LT 


Uthuania 


SK 


Slovdda 


AT 


Austria 


FR 


France 


LU 


Luxembourg 


SN 


Senegal 


AU 


Austnln 


GA 


Gabon 


LV 


Latvia 


sz 


Swaziland 


AZ 


AznbiijDi 


GB 


United Kingdom 


MC 


Monaco 


TD 
TC 


Chad 


BA 


Bosnia and Herzegovina 


GE 


Geoigia 


MD 


Republic or Moklova 


Togo 


BB 


Barbados 


GH 


Ghana 


MG 


Madagascar 


TJ 


Tajikistan 


BE 


Bclghioi 


GN 


Guinea 


MK 


The former Yugoslav 


TM 


Turkmenistan 


BF 


Burlttna Pato 


GR 


Greece 




Republic of Macedonia 


TR 


Turkey 


BG 


Bulgaria 


HI) 


Hungary 


ML 


Mali 


TT 


IVinidad and Tobago 


BJ 


Benin 


IE 


bdand 


MN 


Mongolia 


UA 


Ukraine 


BR 


Brazil 


IL 


fsrael 


MR 


Mauritania 


UG 


Uganda 


BY 


Belania 


IS 


Iceland 


MW 


MaUwt 


US 


United States of America 


CA 


Canada 


IT 


Italy 


MX 


Mexico 


uz 


Uzbekiitin 


CP 


Central African Republic 


JP 


Japan 


NE 


Niger 


VN 


Viet Nam 


CG 


Congo 


KE 


Kenya 


NL 


Netherlmds 


YU 


Yugoslavia 


CH 


Switzerland 


KG 


Kyrgyzitan 


NO 


Norway 


ZW 


Zimbabwe 


CI 


CAte d'lvoire 


KP 


Democratic Pcop)c** 


NZ 


New Zealand 






CM 


Cameroon 




RqpuMic of Korea 


PL 


Poland 






CN 


China 


KR 


ReiHiblic of Korea 


FT 


Portugal 






cu 


Cuba 


KZ 


Kazakatan 


RO 


Romania 






cz 


Czech Republic 


LC 


Saint Lucia 


RU 


Russian Federation 






DE 


Germany 


U 


Licchlcmtein 


SD 


Sudan 






DK 


Denmark 


LK 


Sri Lanka 


SE 


Sweden 






RE 


Bstcnia 


LR 


Uberia 


SG 


Stngipore 







W^O 98/04651 



PCmP97/03676 



-1 - 

Combination of Optical Elements 

The invention relates to a combination of optical elements 
comprising at least one optical retardation film and at least one 

5 broadband reflective polarizer, characterized in that the optical 
retardation film is comprising at least one layer of an anisotropic 
polymer material having an optical symmetry axis substantially 
parallel to the plane of the layer, said optical retardation film being 
obtainable by polymerization of a mixture of a polymerizable 

10 mesogenic material comprising 

a) at least one reactive mesogen having at least one 
polymeri2:able functional group, 

15 b) an initiator. 

c) optionally a non-mesogenic compound having two or more 
polymerizable functional groups, and 

20 d) optionally a stabilizer. 

The invention further relates to a means to produce substantially 
linear polarized light comprising a combination of optical elements as 
described above. The invention also relates to an optical retardation 
25 film used in such a combination of optical elements and to a liquid 
crystal display comprising such a combination of optical elements. 

Figure la and lb show a display device according to prefenred 
embodiments of the present invention. 

30 

Figure 2 shows the retardation versus viewing angle of inventive 
optical retardation films compared to a state of the art optical 
retardation film . 

35 Figure 3 shows the measurement setup according to example B of 
the present invention. 
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Figure 4 shows the spectmm of a broad waveband reflective 
polarizer that is used in combination together with an Inventive 
optical retardation film in a special embodiment of the invention 

5 

Figure 5 shows the relative luminance versus viewing angle for 
inventive combinations of a broad waveband reflective polarizer and 
an inventive optical retardation film compared to a combination of a 
broad waveband reflective polarizer with a state of the art optical 
10 retardation film. 

Figure 6 shows a method of rubbing a substrate for the use in the 
process of preparing an inventive optical retardation film. 

15 The European Patent Application EP 0 606 940-A1 discloses a 

cholesteric reflective polarizer that produces circular polarized light 
of a high luminance over a broad range of wavelengths. However, 
since for most applications, e.g. in liquid crystal displays, polarizers 
producing linear polarized light are needed, EP 0 606 940 further 

20 describes the combined use of the broadband cholesteric polarizer 
together with a quarter wave foil or plate (QWF), which transforms 
the circular polarized light transmitted by the cholesteric polarizer 
into linear polarized light. 

25 The laid open WO 96/02016 discloses a linear polarizer consisting of 
a combination of the broadband cholesteric polarizer decribed above 
and a quarter wave plate comprising a stretched film of an isotropic 
polymer with negative birefringence. 

30 However, when a liquid crystal display comprising a cholesteric 

polarizer like those described in EP 0 606 940 and WO 96/02016 is 
watched under an increasing viewing angle, its optical properties, 
like e.g. the luminance and the contrast ratio usually are 
deteriorating. 
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It has therefore been desired to have available an optical retardation 
film that, when used together with a broad waveband cholesteric 
reflective polarizer, like e.g. those described in EP 0 606 940 and 
WO 96/02016 as mentioned above, produces substantially linear 
5 polarized light and that Improves the optical properties of the 
reflective polarizer over a wide range of viewing angles. 

Optical retardation films have been described in prior art. Usually 
uniaxially stretched films of a prefabricated isotropic or LC polymer 
10 like those described in the above mentioned WO 96/02016 are used 
for this purpose. 

Optical retardation films made of polymerized mixtures of reactive 
mesogens have also been mentioned. Research Disclosure, May 

15 1 992, p.41 1 , No. 33799 describes an achromatic wave plate made of 
a stack of two layers between glass substrates which under 
inradiation with light shows a net retardation of of the value of the 
wavelength of light incident on the stack. Each of the layers is 
consisting of an anisotropic polymer network which is obtained by 

20 curing an oriented layer of a mesogenic diacrylate. 

However, polymerizable liquid crystalline compositions containing 
only one polymerizable compound as disclosed in the above 
mentioned Research Disclosure in general exhibit high or even very 
25 high melting points, which in turn requires high temperatures for 
alignment and polymerization, which is a serious drawback when 
manufacturing such layers. 

Furthermore, the process of manufacturing a quarter wave plate as 
30 described In the above mentioned Research Disclosure Is 

complicated as it requires that the two layers are coated, aligned and 
cured in two separate steps. This is especially a disadvantage for 
mass production, since the first of the films is used as a substrate for 
producing the second film, which significantly increases the costs in 
35 case production losses occur when manufacturing the second layer, 
or requires more sophisticated production pH-ocedures and controls. 
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Furthermore, the above mentioned document only discloses the use 
of glass substrates for the production of the quarter wave plate, but 
does not teach a method of producing of a quarter wave plate as a 
5 flexible film with a large area, which Is most desired for a large scale 
production and for many applications. 

Consequently there has been a considerable demand for an optical 
retardation film that, when used together with a broad waveband 
10 reflective polarizer, enhances the optical properties of the polarizer 
over a wide range of viewing angles, that is easy to fabricate in large 
scale as a flexible film with a large area and does not have the 
disadvantages of the optical retardation films of prior art as 
discussed above. 

15 

One of the aims of the present invention is to provide an optical 
retardation film having these properties. Another aim of the invention 
is to provide a combination of optical elements comprising such an 
optical retardation film and a broadband reflective polarizer. Yet 
20 another aim of the invention is a liquid crystal display device 

comprising a liquid crystal cell and such a combination of optical 
elements. Other aims of the present invention are immediately 
evident to the person skilled in the art from the following detailed 
description. 

25 

It has been found that these aims can be achieved by providing an 
optical retardation film and a combination of optical elements 
comprising such an optical retardation film and a broadband 
reflective polarizer according to the present invention. 

30 

The object of the invention is a combination of optical elements 
comprising at least one optical retardation film and at least one 
broadband reflective polarizer, characterized in that the optical 
retardation film is comprising at least one layer of an anisotropic 
35 polymer material having an optical symmetry axis substantially 

parallel to the plane of the layer, said optical retardation film being 



wo 98/04651 



-5- 



PCT/EP97/03676 



obtainable by polymerization of a mixture of a polymerizable 
mesogenic material comprising 

a) at least one reactive mesogen having at least one 
5 polymerizable functional group, 

b) an initiator. 

0) optionally a non-mesogenic compound having two or more 
10 polymerizable functional groups, and 

d) optionally a stabilizer. 

In a prefen-ed embodiment of the present invention, the bandwidth of 
15 the wavelength band reflected by the broadband reflective polarizer 
is at least 100 nm. 

In another preferred embodiment of the present invention the 
retardation of the optical retardation film is from 50 to 250 nm. 

20 

In another preferred embodiment of the present invention, the 
combination of optical elements additionally comprises a 
compensation film comprising a layer of an anisotropic polymer 
material with a homeotropic or tilted homeotropic orientation, the 
25 compensation film being positioned adjacent to either side of the 
optical retardation film. 

In another preferred embodiment of tiie present invention, tiie 
combination of optical elements additionally comprises a linear 
30 polarizer, an^anged In such a manner that the optical retardation film 
and. if present, the compensation film are positioned between the 
broadband refiective polarizer and tiie linear polarizer. 

Another object of the present invention is a means to produce 
35 substantially linear polarized light comprising the following 
components 
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I) a combination of optical elements comprising at least one 
optical retardation film and at least one broadband reflective 
polarizer and optionally a linear polarizer and a compensation 
5 film as described above, 



11) a radiation source, and 



til) optionally a diffusor adjacent to the radiation source, 

10 

wherein the components I to III are arranged in such a manner that the 
broadband reflective polarizer of the combination of optical elements I 
is facing the radiation source II or, if present, the diffusor III. 

15 Another object of the present invention is an optical retardation film 
which is comprising at least one layer of an anisotropic polymer with 
an optical symmetry axis substantially parallel to the plane of the layer 
and which can be used in the combination of optical elements as 
described above and below, said optical retardation film being 

20 obtainable by 

A) coating a mixture of a polymerizable mesogenic material 
comiOTsing 



25 a) at least one reactive mesogen having at least one 

polymerizable functional group, 

b) an initiator, 

c) optionally a non-mesogenic compound having two or more 
polymerizable functional groups, and 

30 d) optionally a stabilizer 



on a substrate or between two substrates in form of a layer, 



B) aligning the polymerizable mesogenic material such that the 
35 optical symmetry axis is substantially parallel to the plane of the 

layer, 
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C) polymerizing said mixture by exposing it to heat or actinic 
radiation, 

5 D) optionally repeating the steps A), B) and C) at least one more 
time, and 

E) optionally removing the substrate or. if present, one or two of 
the substrates from the polymerized material, 

10 

In a prefen"ed embodiment of the present invention, the substrate 
onto which the poiymerizable mesogenic material is coated in step 
B) is a plastic sheet or film. 

15 In another preferred embodiment of the present invention, the 

alignment of the poiymerizable mesogenic material is achieved by 
directly njbbing at least one of the substrates onto which the 
poiymerizable mesogenic material is coated in step B). 

20 in another preferred embodiment of the present invention, the mixture 
of the poiymerizable mesogenic material comprises at least one 
reactive mesogen having one poiymerizable functional group and at 
least one poiymerizable mesogen having two or more poiymerizable 
functional groups. 

26 

In yet another preferred embodiment of the present invention, the 
reactive mesogens comprised In the inventive mixture of the 
poiymerizable mesogenic material as described above and below 
are compounds of formula I 

30 

P-(Sp-X)n-MG-R I 
wherein 

35 P is a poiymerizable group. 
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Sp is a spacer group having 1 to 20 C atoms, 

X is a group selected from -0-, -S-. -CO-. -COO-. -OCO-. -OCOO- 
or a single bond, 

5 

n IsOorl, 

MG is a mesogenic or mesogenity supporting group, preferably 
selected according to formula II 

10 

-(A'-Z^)^-A2-22-A^- II 
wherein 

15 A\ and A^ are independenUy from each other 1 ,4-phenylene 

in which, in addition, one or more CH groups may be 
replaced by N, 1.4-cyclohexylene in which, in addition, one 
or two non-adjacent CH2 groups may be replaced by O 
and/or S. 1,4-cyclohexenylene or naphthalene-2.6-diyl, it 

20 being possible for all these groups to be unsubstituted, 

mono- or polysubstituted with halogen, cyano or nitro 
groups or alkyi, alkoxy or alkanoyi groups having 1 to 7 C 
atoms wherein one or more H atoms may be substituted by 
For CI, 

25 

2} and 7} are each Independently -COO-, -OCO-, -CH2CH2-, 
-OCH2-. -CH2O-, -CH=CH- "CsC-, -CH=CH-COO-. 
-OCO-CH=CH- or a single bond and 

30 m is 0, 1 or 2, 

and 

R is an alky! radical with up to 25 C atoms which may be 
35 unsubstituted. mono- or polysubstituted by halogen or CN. it 
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being also possible for one or more non-adjacent CH2 groups to 
be replaced, in each case independently from one another, by 
-O-. -S- -NH-, -N(CH3)-. -CO- -COO- -0C0-. -0C0-0-, -S-CO-, 
-CO-S- or -C=C- in sudi a manner that oxygen atoms are not 
5 linked directly to one another, or alternatively R is halogen, cyano 

or has independently one of the meanings given for P-(Sp-X)n-. 

Another object of the present invention is a liquid crystal display 
device comprising a liquid crystal cell and a means to produce 
10 substantially linear polarized light comprising a combination of 

optical elements, said combination comprising an optical retardation 
film as described above and below. 

The retardation of the inventive optical retardation film is preferably 
15 ranging from 50 to 250 nm. very preferably from 60 to 200 nm, most 
preferably from 70 to 170 nm. 

The optical retardation film according to the present invention is 
preferably used in a combination of optical elements together with a 
20 broadband reflective polarizer. When using this combination, light 
that is substantially linearly polarized can be produced. 

The bandwidth of the wavelength band reflected by the reflective 
polarizer according to the inventive combination of optical elements 
25 is at least 100 nm, preferably at least 150 nm, most preferably at 
least 200 nm, ideally 250 nm or larger. 

Preferably the bandwidth of the reflective polarizer is covering the 
spectrum of visible light. 

30 

In another preferred embodiment of the present invention, the optical 
retardation film according to the present invention is used together 
with a broadband reflective polarizer, wherein the retardation of the 
optical retardation film is substantially 0.25 times a wavelength 
35 reflected by the reflective polarizer, so that the optical retardation film 
serves as a quarter wave retardation film (QWF). 
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The term 'a wavelength reflected by the reflective polarizer' in this 
connection is indicating a wavelength of a value of the FWHM (full 
width half maximum) of the wavelength band reflected by the 
5 reflective polarizer. 

In a preferred embodiment of the present invention this wavelength is 
selected from the range of the centre wavelength ± 95 %, in 
particular ± 70 %. most preferably ± 50 % of the HWHM (half width 
10 half maximum, which is 0.5 times the value of the FWHM) of the 
wavelength band reflected by the reflective polarizer. 

In anotfier preferred embodiment of the present invention this 
wavelength is ranging from the centre wavelength plus 50 % of the 
15 HWHM to the centre wavelength plus 99 % of the HWHM of the 
wavelength band reflected by the reflective polarizer. 

In another preferred embodiment of the present invention this 
wavelength is ranging from the centre wavelength minus 50 % of the 
20 HWHM to the centre wavelength minus 99 % of the HWHM of the 
wavelength band reflected by the reflective polarizer. 

Another preferred embodiment of the present invention is 
characterized in that the combination of optical elements additionally 
25 comprises a compensation film in order to compensate the viewing 
angle dependence of the phase retardation of light transmitted by the 
optical retardation film and/or the reflective polarizer The 
compensation film can be positioned adjacent to either side of the 
optical retardation film. 

30 

Preferably a compensation film is used of which the phase 
retai'datjon is opposite in sign and substantially equal in magnitude to 
the phase retardation of the reflective polarizer over a wide range of 
viewing angles. 



35 
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Particularly preferably a compensation film is used that comprises a 
layer of an anisotropic polymer material with a homeotropic or tilted 
homeotropic orientation. 

5 Light incident on the broadband reflective polarizer is transformed 

into circularly polarized light. However, due to the angle dependence 
of the phase retardation of at least one of the optical elements of the 
inventive combination comprising the reflective polarizer, the optical 
retardation film and optionally the compensation film a part of the 

10 light passing through these optical elements will become elliptically 
polarized. This part of the light can lead to undesired reduction of the 
contrast of the display. 

Therefore in a preferred embodiment of the present invention a linear 
15 polarizer is provided in the optical path of the display behind the 

optical components of the combination mentioned above in order to 
block the part of light that is not ideally polarized. 

As a linear polarizer a commercially available polarizer can be used. 
20 In a preferred embodiment of the present invention the linear 

polarizer is a low contrast polarizer. In another preferred embodiment 
of the present invention the linear polarizer is a dichroic polarizer. 

Preferably the linear polarizer is positioned such that the angle 
25 between the optical axis of the linear polarizer and the major optical 
axis of the inventive optical retardation film is in a range from 30 to 
60 degrees, especially preferably ft-om 40 to 50 degrees. 

The inventive optical retardation film comprises a layer of a 
30 polymerized mesogenic material and is characterized by a 

significanBy high bireftingence. Furthermore, the optical properties of 
tiie optical retardation film, like e.g. ttie birefringence, can be 
controlled by variation of tiie type and ratio of the reactive mesogens 
in file polymerizabie mat^al. 

35 
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For a liquid crystal display comprising a broad band reflective 
polarizer and an optical retardation film of the state of the art, like e.g. 
a quarter wave film (QWF) made of stretched PVA. the luminance at 
normal incidence (viewing angle 0°) and at low values of the viewing 
5 angle is increased compared to a liquid crystal display comprising the 
reflective polarizer alone without an optical retardation film. 

However, as the display comprising the a broad band reflective 
polarizer and a QWF as mentioned above Is viewed under an 
10 increasing angle, the increasing phase retardation by the QWF itself 
causes a reduction to the luminance, coinciding with the value 
measured for the display comprising the reflective polarizer as a 
single component at a certain angle. This angle is referred to as the 
'cross-over angle' oc. 

15 

When using an inventive optical retardation film instead of a 
conventional QWF in the liquid crystal display, the cross-over angle 
ac increases significantly. In other words, the brightness 
enhancement i-©- the increase of luminance at low viewing angles, 
20 that was achieved by using the reflective polarizer is now extended 
also to large viewing angles. 

The cross over angle oc of a display comprising a combination of 
optical elements comprising an optical retardation film and a 
25 broadband reflective polarizer according to the present invention is 
preferably 25 or larger, particulariy preferably 30 or larger, very 
particularty preferably 35 ° or larger in all directions of observation. 

The optical retardation films according to the present invention 
30 comprise at least one layer of an anisotropic polymer having a 

symmetry axis that is substantially parallel to the plane of the layer. 
The term substantially planar is indicating in the foregoing and the 
following that the optical symmetry axis of said layer is having a tilt 
angle relative to the plane of the layer being in the range from 0 to 25 
35 degrees, preferably 0 to 15 degrees, in particular flrom 0 to 10 
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degrees. Especially preferred are tilt angles from 0 to 5 degrees, in 
particular tilt angles of approximately 0 degrees. 

Another object of the present invention is a means to produce 
5 substantially linear polarized light comprising a combination of 

optical elements as described in the foregoing and the folloNMng and 
additionally comprising a radiation source, which is positioned on the 
side of the reflective polarizer not facing the other optical elements of 
the above mentioned combination. 

10 

As a radiation source preferably a standard backlight for liquid crystal 
displays, like e.g. a side-fit or a meander type backlight, can be used. 
These backlights typically comprise a lamp, a reflector, a light guide 
and optionally a diffuser. 

15 

The radiation source can also consist of a reflector that reflects 
radiation generated outside ttie means to produce substantially linear 
polarized light. The display device according to the present invention 
can then be used as a reflective display. 

20 

The function of the inventive combination of optical elements is 
further explained by figure la, which shows a display device 
according to a preferred embodiment of the present invention as an 
example that should not limit the scope of the invention.The main 

25 direction of light following the optical path is from the left side to the 
right side. The display device 10 consists of a side-lit backlight unit 
11 with a lamp 12a and a combined light guide and reflector 12b. a 
diffusor 13 and a polarizer combination consisting of a reflective 
polarizer 14 comprising a layer of a liquid crystalline material with a 

30 helically twisted molecular CHientation, the inventive optical 

retardation film 15, optionally a compensation film 16 and a linear 
polarizer 17. The figure further depicts a liquid crystal cell 18 and a 
second linear polarizer 19 behind the display cell. 

35 Light emitted from the backlight 11 is interacting with the molecular 
helix structure of the reflective polarizer 14 with the result that 50 % 
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of the intensity of the light incident on the reflective polarizer is 
transmitted as circular polarized light that is either right-handed or 
left-handed circular polarized depending on the twist sense of the 
molecular helix structure of the reflective polarizer, whereas the other 

5 50 % of the incident light are reflected as circular polarized light of 
the opposite handedness. The reflected light is depolarized by the 
backlight and redirected by the reflector 12b onto the reflective 
polarizer 14. In this manner, theoretically 100 % of the light of a 
broad range of wavelengths emitted from the backlight 1 1 are 

10 converted into circulariy polarized light. 

The main part of the transmitted component is converted by the 
inventive optical retardation film 15 into linear polarized light, which 
is then compensated by the compensation film 16 , If present, and 

1 5 being transmitted by the linear polarizer 17, whereas light which is 
not completely transferred into linear polarized light by the optical 
retardation film 15, such as elliptically polarized light, is not 
transmitted by the linear polarizer 17. The linear polarized light then 
passes through the display 18 and the second linear polarizer 19 to 

20 reach the viewer 20. 

Figure 1b depicts a display device according to another prefen-ed 
embodiment of the invention having essentially the same construction 
as that shown in Figure la. virtth the modification being that the 
25 inventive optical retardation film 15 is placed behind the compensation 
film 16 when looking fl'om the direction of incident light. 

As described above, the high efficiency of the reflective polarizer is 
achieved by making use of tiie light reflected by tiie reflective 
30 polarizer after it has been reversed, for e^rample in the backlight unit 
of the display, and redirected back again to the polarizer. 

One pretended embodiment of the present invention is characterized 
in that the means to produce linear polarized light is comprising a 
35 reflector in order to re-reflect circular polarized light reflected by the 
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reflective polarizer. This can be for example a metallic or a non 
metallic reflector. 

In case a metallic reflector is used the light coming from the reflective 
5 polarizer is re-reflecled as circularly polarized light with opposite 

twist sense. This reflected circular polarized light is then compatible 
with the molecular helix of the reflective polarizer and is fully 
transmitted by the reflective polarizer. 

10 in case a non metallic reflector is used, the light light coming from the 
reflective polarizer is depolarized and interacts again with the 
reflective polarizer as described above. Depolarization of the light 
reflected by the reflective polarizer can also occur due to internal 
reflection and/or refraction in and/or between the optical components 

15 of the display. 

In another preferred embodiment of the present invention the means to 
produce substantially linear polarized light comprises at least one 
diffuser film or sheet situated between the backlight and the reflective 
20 polarizer in order to optimise the angular distribution of the light 

incident on the reflective polarizer and/or to depolarize light redirected 
onto the reflective polarizer by the reflector as described above. 

The means to produce substantially linear polarized light according 
25 to the present invention may also comprise one or more adhesive 
layers provided to at least one of the components comprising the 
reflective polarizer, the optical retardation film, the compensation 
film, the linear polarizer and ttie diffuser sheet{s). 

30 The means to produce substantially linear polarized light according 
to the present invention can further comprise one or more protective 
layers provided to at least one of the components comprising the 
reflective polarizer, the optical retardation film, the compensation 
film, the linear polarizer, the diffuser sheet{s) and the adhesive 

35 layer{s) in order to protect these components against environmental 
influence. 
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The inventive optical retardation films are obtainable by coating the 
mixture of a polymerizable mesogenic material on at least one 
substrate in form of a layer, aligning the material and polymerizing 

5 the aligned material As a substrate for e)^mple a glass or quarz 
sheet as well as a plastic film or sheet can be used . It is also 
possible to put a second substrate on top of the coated mixture prio r 
to and/or during and/or after polymerization. The substrates can be 
removed after polymerization or not \Nhen using two substrates in 

10 case of curing by actinic radiation, at least one substrate has to be 
transmissive for the actinic radiation used for the polymerization. 

Isotropic or birefringent substrates can be used. In case the substrate 
is not removed from the polymerized film after polymerization, 
15 preferably isotropic substrates are used. 

Preferably at least one substrate is a plastic substrate such as for 
example a film of polyester such as polyethyleneterephthalate (PET), 
of polyvlnylalcohol (PVA), polycarbonate (PC) or triacetylcellulose 
20 (TAG), especially preferably a PET film or a TAG film. Asa 

birefringent substrate for example an uniaxially stretched plastic film 

can be used. For example PET films are commercially available from ^ 

IGI Gorp. under the trade name Melinex. 

25 Planar alignment in the coated layer of the inventive mixture of the 
polymerizable mesogenic material, i.e. an orientation wherein the 
mesogenic material has a symmetry axis that has a low tilt angle 
relative to the plane of the layer, can be achieved for example by 
shearing the material, e.g. by means of a doctor blade. It is also 

30 possible to apply an alignment layer, for example a layer of rubbed 
polyimide or sputtered SiOx , on top of at least one of the substrates. 



An especially preferred embodiment of the present invention is 
characterized in that plan ar^lignment of tfi epolymerizable 
35 mes ogenic materi al is achieved by directly rubbing the substrate, i.e . 
without applying an additional alignment layer. This is a considerable 
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advantage as it allows a significant reduction of the production costs 
of tlie optical retardation film. In this way a low tilt angle can easily 
be achieved. 

5 The term low tilt angle in connection with the aligned layer of the 
mesogenic material before and/or after polymerization according to 
the present invention is indicating in the foregoing and the following 
that the mesogenic material has a symmetry axis with a tilt angle 
relative to the plane of the layer that is preferably smaller than 10 

10 degrees, especially preferably smaller than 5 degrees, in particular 
smaller than 3 degrees and ideally substantially zero degrees. 

Preferably a plastic film, in particular a polyester film, e.g. Melinex. or 
a TAG film are used as a substrate in tiiis preferred embodiment. 

15 

It is also possible to use a polymer film as a substrate, which is 
annealed after rubbing near the glass transition temperature Tg of the 
polymer In order to reduce the tilt angle. For example, when using a 
Melinex film (Tg 140 "C) as a substi-ate, tiie substi-ate can be rubbed 
20 and subsequentiy annealed for 20 to 40 minutes at a temperature of 
about 130 to 140 X. 

When using an anisotropic substrate like e.g. a Melinex film, the 
alignment quality is depending on the mbbing angle, i.e. the angle 
25 between the major rubbing direction and the major optical symmetry 
axis of the anisotropic substrate. Preferably mbbing is carried out 
unidirectionaily in a direction substantially parallel to the major 
symmetry axis of tiie substrate. 

30 For example rubbing can be achieved by means of a rubbing cloth or 
witii a flat bar coated with a mbbing cloth. 

In another preferred embodiment of the present Invention mbbing Is 
achieved by means of a at least one mbbing roller, like e.g. a fast 
35 spinning roller that is bmshing over the substrate, or by putting the 
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substrate between at least two rollers, wherein In each case at least 
one of ttie rollers is optionally covered with a rubbing cloth. 

In another prefen^ed embodiment of the present invention mbbing is 
achieved by wrapping the substrate at least partially at a defined 
angle around a roller that is preferably coated with a rubbing cloth. 

This method is exemplarily described by figure 6, that depicts a 
substrate 1. like e.g a plastic web, which is wrapped at an angle a 
around a rotating roller 2, with the arrow indicating the moving 
direction of the web 1. The roller 2 may also be covered by a rubbing 
cloth. An inventive polymerizable mesogenic mixture being coated on 
the web 1 that was rubbed by this method shows planar alignment of a 
high uniformity with a very low or even substantially no tilt. 

As rubbing clotii all materials can be used tiiat are known to the 
skilled in the art for tills purpose. For example velvet of a 
commercially available standard type can be used as a rubbing cloth. 

Preferably mbbing is carried out only in one direction. 

The ability of tiie substi^te to Induce alignment in an inventive 
polymerizable mesogenic composition coated on ttiis substirate after 
rubbing the substrate will depend on the process parameters of the 
rubbing process, like tiie rubbing pressure and rubbing speed and, in 
case a mbbing roller is used, on the rotational velocity of tiie roller, 
the mbbing roller circumference and tiie tension on the substi^te. 

The mbbing lengtii In tiie mbbing process according to tiie above 
described prefenred embodiments is preferably fi^om 0.2 to 5 metises, 
in particular from 0.5 to 3 metres, most preferably from 1.0 to 2.5 
meti-es. 

Polymerization of tiie inventive polymerizable mesogenic mixture 
takes place by exposing it to heat or to actinic radiation. Actinic 
radiation means irradiation witii light, X-rays, gamma rays or 
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irradiation with high energy particles, such as ions or electrons. In 
particular preferably UV light is used. The irradiation wavelength is 
preferably from 250 nm to 420 nm, especially preferably from 320 
nm to 390 nm. 

5 

As a source for actinic radiation for example a single UV lamp or a 
set of UV lamps can be used. When using a high lamp power the 
curing time can be reduced. The irradiance produced by the lamp 
used in the invention is preferably from 0.01 to 100 mW/cm^, 
10 especially preferably from 10 to 50 mW/cm^ 

The curing time is dependening, inter alia, on the reactivity of the 
polymerizable mesogenic material, the thickness of the coated layer, 
the type of polymerization initiator and the power of the UV lamp. For 
15 mass production short curing times are preferred. The curing time 
according to the invention is preferably not longer than 30 minutes, 
especially preferably not longer than 15 minutes and very particularty 
preferably shorter than 8 minutes, 

20 The polymerization is carried out in the presence of an initiator 

absorbing the wavelength of the actinic radiation. For example, when 
polymerizing by means of UV light, a photoinitiator can be used that 
decomposes under UV irradiation to produce free radicals that start 
the polymerization reaction. As a photoinitiator for radicalic 

25 polymerization a commercially available photoinitiator like e.g. 

Irgacure 651 (by Ciba Geigy AG, Basel. Switzeriand) can be used. 

It is also possible to use a cationic photoinitiator, when curing 
reactive mesogens with for example vinyl and epoxide reactive 
30 groups, that photocures with cations instead of free radicals. The 
polymerization may also be started by an initiator that initiates the 
polymerization when heated above a certain temperature. 

In addition to light- or temperature-sensitive initiators the 
35 polymerizable mixture may also comprise one or more other suitable 
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components such as, for example, catalysts, stabilizers, co-reacting 
monomers or surface-active compounds. 

In a preferred embodiment of the invention, the polymerizable 
5 mixture comprises a stabilizer that is used to prevent undeslred 
spontaneous polymerization for example during storage of the 
mixture. As stabilizers in jii^ncipal all compounds can be used that 
are known to the skilled in the art for this purpose. These compounds 
are commercially available in a broad variety. Typical examples for 
10 stabilizers are 4-ethoxyphenol or butylated hydroxytoluene (BHT). 

The polymerizable mixture according to this preferred embodiment 
preferably comprises a stabilizer as described above at an amount of 
1 to 1000, especially preferably 10 to 500 ppm. 

15 

Other additives, like e.g. chain transfer agents, can also be added to 
the polymerizable mixture in order to modify the physical properties 
of the inventive polymer film. For example when adding a chain 
transfer agent to the polymerizable mixture, the length of the free 
20 polymer chains and/or the length of the polymer chains between two 
crosslinks in the inventive polymer film can be controlled. When the 
amount of the chain transfer agent is increased, polymer films with 
decreasing polymer chain length are obtained. 

25 In a preferred embodiment of the present invention the polymerizable 

mixture comprises 0.01 to 10 %. in particular 0.1 to 5 %, very preferably 
0.5 to 3 % of a chain transfer agent. The polymer films according to this 
preferred emt)odiment show especially good adhesion to a substrate, in 
particular to a plastic film, like e.g. a TAC film. 

30 

As a chain transfer agent for example monofunctional thiol 
compounds like e.g. dodecane thiol or multifijnctional thiol 
compounds like e.g. trimethylpropane tri(3-mercaptopropionate) can 
t>e used. 



35 
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In some cases it is of advantage t o apply a second substrate to aid 
alignment and exclude oxygen that may inhibit the polymerization. 
Alternatively the curing can be carried out under an atmosphere of 
inert gas. However, curing in air is also possible using suitable 

5 photoinitiators and high UV lamp power. When using a cationic 

photoinitiator oxygen exclusion most often is not needed, but water 
should be excluded. In a preferred embodiment of the invention the 
polymerization of the polymerizable mesogenic material is carried 
out under an atmosphere of inert gas, preferably under a nitrogen 

10 atmosphere. 

To obtain polymer films with good alignment the polymerization has to 
be carried out in the liquid crystal phase of the polymerizable 
mesogenic mixture. Therefore preferably a polymerizable mesogenic 

15 mixture is used that has a low melting point, preferably a melting point 
of 100 °C or lower, in particular 60 °C or lower, so that curing can be 
carried out in the liquid crystalline phase of the mixture at low 
temperatures. This is simplifying the polymerization process as less 
heating of the mixture is required and there is less strain of the 

20 mesogenic materials, the substrates and the production equipment 
during polymerization. This is of Importance especially for mass 
production. Curing temperatures below 100 °C are preferred. 
Especially preferred are curing temperatures below 60 °C. 

25 The thickness of the Inventive optical retardation film obtained by the 
method as described above is preferably 0.2 to 10 )im, in particular 
0.5 to 5 ^im, most preferably 1 to 3 ^im. 

In another preferred embodimerrt of the present Invention the 
30 thickness of the inventive optical retardation film is 8 to 30 ^m, in 
particular 10 to 20 ^m. 

In a particuiariy preferred embodiment of the invention the optical 
retardation film is used together with a broadband reflective polarizer 
35 and optionally a compensation film. The optical retardation film may 
be connected to the reflective polarizer and/ or the compensation film 
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as a separate optical element. Preferably, the reflective polarizer 
and/or the compensation film and the optical retardation film are 
integrated so that they form an individual optical element. This can be 
done for example by laminating the optical retardation film and the 
5 reflective polarizer together and/or the compensation film after 
manufacturing the optical retardation film. 

The polymerizable mesogenic material can also be coated and cured 
directly onto a reflective polarizer \A4iich serves as a substrate, thus 
10 simplifying the production process. 

Altematively it is also possible that the polymerizable mesogenic 
material is coated and cured onto a compensation film which serves 
as a substrate. 

15 

In another prefenred embodiment of the present invention, the 
broadband reflective polarizer and/or the compensation film of the 
inventive combination of optical elements are comprising a layer of an 
anisotropic polymer material that is obtained by polymerizing an 
20 oriented layer of reactive mesogens. Particularty preferably these 
reactive mesogens have a similar structure like the reactive 
mesogenic compounds of fomnula I as described above and below. 

Thus, when using an inventive optical retardation film together with a 
25 broadband reflective polarizer and/or a compensation film according 
to this prefen-ed embodiment, it is possible to adapt the optical 
properties of the optical retardation film to those of the reflective 
polarizer and/or the compensation film by using materials comprising 
in principal a similar type of compounds. In this way a combination of 
30 an optical retardation film and a reflective polarizer and/or a 

compensation film with superior optical pert'ormance can be obtained. 

In a preferred embodiment the polymerizable mixture comprises 
reactive mesogenic compounds having two or more polymerizable 
35 functional groups (multifunctional compounds). Upon polymerization 
of such a mixture a three-dimensional polymer network is formed. An 
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optical retardation film made of such a network Is self-supporting and 
shows a high mechanical and thermal stability and a low temperature 
dependence of its physical and optical properties. 

5 Thus, for example inventive optical retardation films can be obtained 
that exhibit an excellent thennal stability of the optical retardation, 
which does not change significantly when heating the film up to 120 **C. 

In another pretended embodiment the polymerizable mixture 
10 comprises 0 to 20% of a non mesogenic compound with two or more 
polymerizable functional groups to increase crosslinking of the 
polymer. Typical examples for difunctional non mesogenic 
monomers are alkyldiacrylates or alkyldimethacrylates with alkyi 
groups of 1 to 20 C atoms. Typical examples for non mesogenic 
1 5 monomers with more than two polymerizable groups are 

trimethylpropanetrimethacrylate or pentaerythritoltetraacrylate. 

By varying the concentration of the multifunctional mesogenic or non 
mesogenic compounds the crosslink density of the polymer film and 
20 thereby its physical and chemical properties such as the glass 

transition temperature, which is also important for the temperature 
dependence of the optical properties of the optical retardation film, 
the thermal and mechanical stability or the solvent resistance can be 
tuned easily, 

25 

The terms polymerizable or reactive mesogen. polymerizable or 
reactive mesogenic compound, polymerizable or reactive liquid 
crystal (compound) and polymerizable or reactive liquid crystalline 
compoLflid as used in the foregoing and the following comprise 

30 compomds with a rodlike, boardlike or diskltke mesogenic group. 
These mesogenic compounds do not necessarily have to exhibit 
mesophase behaviour by themselves. It is also possible that they 
show mesophase behaviour in mixtures with other compounds or 
after polymerization of the pure mesogenic compounds or of the 

35 mixtures comprising the mesogenic compounds. 
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Preferably the reactive mesogenic compounds exhibit mesophase 
behaviour on their own. 

In a particularly preferred embodiment of the present invention, the 
5 reactive mesogens comprised by the mixture of the polymerizable 
mesogenic material are compounds of fonmula I 

P-(Sp-X)n-MG-R I 

10 \Atierein 

P is a polymerizable group, 

Sp is a spacer group having 1 to 20 C atoms. 



15 



20 



25 



X is a group selected from -0-, -S-, -CO-. -COO-, -0C0-, -OCOO- 
or a single bond. 

n isOorl, 

MG is a mesogenic or mesogenity supporting group, preferably 
selected according to formula II 

-(A^-Z^WA^-ZM^^ II 

wherein 



A\ A^ and A^ are independently from each other 1 ,4-phenylene 
in which, in addition, one or more CH groups may be 

30 replaced by N, 1,4-cyclohexylene in which, in addition, one 

or two non-adjacent GH2 groups may be replaced by O 
and/or S, 1,4-cyclohe)«nylene or naphthalene-2,6-diyl, it 
being possible for all these groups to be unsubstituted, 
mono- or polysubstituted with halogen, cyano or nitro 

35 groups or alkyi, alkoxy or alkanoyi groups having 1 to 7 C 
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atoms wherein one or more H atoms may be substituted by 
F or CI. 

7} and are each independently -COO-. -0C0-, -CH2CH2-, 
5 -OCH2-. -CH2O-. -CH=CH-, -C=C-, -CH=CH-COO-, 

-OCO-CH=CH- or a single bond and 

misO, 1 or 2, 

10 and 

R is an aikyi radical with up to 25 C atoms which may be 

unsubstituted. mono- or polysubstituted by halogen or CN, it 
being also possible for one or more non-adjacent CH2 groups to 
15 be replaced, in each case independently from one another, by 

-0-, -S-, -NH-, -N(CH3)- -CO-, -COO- -OCO-. -0C0-0-. -S-CO-. 
-CO-S- or -CsC- in such a manner that oxygen atoms are not 
linked directly to one another, or alternatively R is halogen, cyano 
or has independently one of the meanings given for P-(Sp-X)n-. 

20 

Particularly preferred are polymerizabie mixtures comprising at least 
two reactive mesogenic compounds at least one of which is a 
compound of formula I. 

25 In another prefenred embodiment of the invention the reactive 

mesogenic compounds are selected according to formula I, wherein 
R has one of the meanings of P-(Sp-X)n- as given above. 

Bicyclic and tricyclic mesogenic compounds are preferred. 

30 

Halogen is preferably F or CI. 

Of the compounds of formula i especially preferred are those in 
which R is F. CI, cyano, alkyi or alkoxy or has the meaning given for 
35 P-(Sp-X)„ - . and WIG is of formula II wherein 7} and are -C00-, 
-0C0-, -CH2-CH2-. -CH=CH-CO0-, -OCO-CH=CH- or a single bond. 
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A smaller group of preferred mesogenic groups of formula II is listed 
below. For reasons of simplicity. Phe in these groups is 1 ,4- 
phenylene, Phe L is a 1.4-phenylene group which is substituted by at 
5 least one group L, with L being F, CI, CN or an optionally fluorinated 
alkyi, alkoxy or alkanoyi group with 1 to 4 C atoms, and Cyc is 1.4- 
cyclohexylene. 



-Phe-Z^-Phe- 


11-1 


-Phe-Z^-Cyc- 


11-2 


-PheL-Z^-Phe- 


11-3 


-PheL-Z^-Cyc- 


11-4 


-Phe-Z^-PheL- 


11-5 


-Phe-Z'-Phe-Phe- 


11-6 


-Phe-Z^-Phe-Cyc- 


11-7 


-Phe-Z'-Phe-Z^-Phe- 


11-8 


-Phe-Z'-Phe-Z^-Cyc- 


11-9 


-Phe-Z^-Cyc-Z^-Phe- 


11-10 


-Phe-Z'-Cyc-Z^-Cyc- 


11-11 


-Phe-Z'-PheL-Z^-Phe- 


11-12 


-Phe-Z^-Phe-Z^-PheL- 


11-13 


-PheL-Z^-Phe-Z^-PheL- 


11-14 


-PheL-Z^-PheL-Z^-Phe- 


11-15 


-PheL-Z^-PheL-Z^-PheL- 


11-16 



25 

In these preferred groups Z^ and Z^ have the meaning given In 
fonnula I described above. Preferably 7} and Z^ are -C00-, -0C0-, 
-CH2CH2- or CH=CH-COO-. 



30 L is preferably F. CI. CN, NO2, CH3. C2H5. OCH3. OC2H5. COCH3. 
COC2H5. CFa. OCF3. OCHF2, OC2F5. In particular F, CI. CN, CH3. 
C2H5. OCH3, COCH3 and OCF3 , most preferably F. CH3, OCH3 and 
COCH3. 



35 Particularly preferred are compounds wherein MG is selected from 
the following formulae 
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5 



10 



15 




lii 



Ilk 



llm 



wherein L has the meaning given above and r Is 0, 1 or 2. 



20 (L), 




, with L having each independently one of the 



meanings given above. 

If R as given in formula I is an alkyi or alkoxy radical, I.e. where the 
tenninal CH2 group Is replaced by -0-, this may be straight-chain or 
branched. It is preferably straight-chain, has 2, 3, 4, 5, 6, 7 or 8 
carbon atoms and accordingly Is preferably ethyl, propyl, butyl. 
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pentyl, hexyl, heptyl, octyl, ethoxy, propoxy, butoxy, pentoxy. hexoxy, 
hepto)Qr, or octoxy, furthermore methyl, nonyl, decyl. undecyl. 
dodecyl, tridecyl, tetradecyl. pentadecyl, methoxy, nonoxy, decoxy, 
undecoxy, dodecoxy, tridecoxy or tetradecoxy, for example. 

5 

OxaalkyI, i.e. where one CH2 group is replaced by -0-, Is preferably 
straight-chain 2-oxapropyl (=methoxymethyl), 2- (=ethoxymethyl) or 
3-oxabutyl (=2-metho)^ethyl), 2-. 3-, or4-oxapentyl, 2-, 3-, 4-, or 5- 
oxahexyl, 2-, 3-. 4-. 5-. or 6-oxaheptyl, 2-. 3-, 4-, 5-, 6- or 7-oxaoctyl. 
10 2-, 3-. 4-, 5-. 6-, 7- or 8-oxanonyl or 2-, 3-, 4-, 5-, 6-,7-, 8- or 9- 
oxadecyl, for example. 

In addition, mesogenic compounds of the formula I containing a 
branched group R can be of importance as comonomers, for 
15 example, as they reduce the tendency towards crystallization. 

Branched groups of this type generally do not contain more than one 
chain branch. Preferred branched groups are isopropyl, isobutyl 
(=methylpropyl), isopentyl {=3-methylbutyl). isopropoxy, 2- 
methylpropoxy and 3-methyl butoxy. 

20 

P In formula I Is preferably selected form CH2=CW-C00-, 

O 

X N. 

WCH=CH-0-. WHC CH- or CH2=CH-Phenyl-{0)ic- with W 

being H, CH3 or CI and k being 0 or 1 , 

25 

P is particularly preferably a vinyl group, an acrylate group, a 
methacrylate group, a propenyl ether group or an epoxy group, very 
particularly preferably an acrylate or methacrylate group. 

30 As for the spacer group Sp in formula I, la and lb all groups can be 
used that are known for this purpose to the skilled in the art. The 
spacer group Sp is preferably linked to the polymerizable group P by 
an ester or ether group or a single bond. The spacer group Sp is 
preferably a linear or branched alkylerw group having 1 to 20 C 

35 atoms, in particular 1 to 12 C atoms, in which, in addition, one or 
more non-adjacent CH2 groups may be replaced by -0-, -S-, -NH-, 
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-N(CH3)-. "CO-. -0-C0-, -S-CO-. -0-C00-, -CO-S-, -C0-0-. 
-CH{halogen)-. -CH{CN)-, -CH=CH- or -CsC-, 

Typical spacer groups Sp are for example -{CH2)o-, -(CH2CH20)r- 
5 CH2CH2-. "CH2CH2-S-CH2CH2- or -CH2CH2-NH-CH2CH2-,with o 
being an integer from 2 to 12 and r being an integer from 1 to 3. 

Preferred spacer groups Sp are ethylene, propylene, butylene, 
pentylene. hexylene. heptylene. octylene, nonylene, decylene, 
10 undecylene, dodecylene. octadecylene, ethyleneoxyethylene, 

methyleneoxybutylene. ethylene-thioethylene, ethylene-N-methyl- 
iminoethylene and 1-methylalkylene, for example. 

In the event that R or is a group of formula P-Sp-X- or P-Sp- 
15 respectively, the spacer groups on each side of the mesogenic core 
may be identical or different. 

In particular preferred are compounds of formula I wherein n is 1. 

20 in another preferred embodiment, the inventive optical retardation film 
Is obtained by copolymerizing mixtures comprising compounds of 
formula I wherein n is 0 and compounds of formula I wherein nisi. 

Typical examples representing polymerizable mesogenic 
25 compounds of the fbmnula I can be found in WO 93/22397; EP 
0,261,712; DE 195,04,224; DE 4,408,171 or DE 4,405.316. The 
compounds disclosed in these documents, however are to be 
regarded merely as examples that should not limit the scope of this 
invention. 

30 

Furthermore, typical examples representing polymerizable 
mesogenic compomds are shown in the following list of compounds, 
which is, however, to be understood only as illustrative without 
limiting the scope of the present invention: 

35 
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20 



25 



id 



CH2=CHCOO(CH2)p-r' %—coo-/ a)—r 




lb 



cH^=cHcoo(CH^)p-^ y — 




CH2=CHC00(CH2)p-r ^COO-<( )> ( A >— 




15 



CH2=CHCOO(CH2)^0 -^~~^C0O -^^^ O 
CH2=CHCOO(CH2)^0-^~y-CH=CH-CO0-<^^~^R^ 



Id 



If 



ig 



In these compounds x and y are each independently 1 to 12 , A is a 
1,4-phenylene or 1,4-cydohexylene group, is halogen, cyano or 
3Q an alkyi or alko)^ group with 1 to 12 C atoms and and are each 
independently H, Halogen, CN. or an alkyI, alkoxy or alkanoyi group 
with 1 to 7 C atoms. 



35 



The reactive mesogenic compounds disclosed in the foregoing and 
the following can be prepared by methods which are known per se 
and which are described in the documents cited above and, for 
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example, in standard works of organic chemistry such as, for 
example, Houl)en-Weyl, Methoden der organischen Chemie, 
Thieme-Verlag, Stuttgart. 

5 In a preferred embodiment of the present invention, the optical 
retardation film is obtainable from a mixture of a polymerizable 
mesogenic material comprising the following components 

a1 ) 1 5 to 95 %, preferably 20 to 90 % by weight of at least one 
10 mesogen according to formula I having one polymerizable 

functional group, 

a2) 5 to 80 %, preferably 8 to 70 %, in particular 10 to 50 % by 

weight of at least one mesogen according to formula I having two 
15 or more polymerizable functional groups, 

b) 0.01 to 5 % by weight of an initiator, 

c) 0 to 20 % by weight of a non-mesogenic compound having two 
20 or more polymerizable functional groups, 

d) 0 to 1000 ppm of a stabilizer, and 

e) 0 to 5 % by weight of a chain transfer agent. 



25 



30 



Mixtures according to this particulariy preferred emtiodiment are 
preferred that comprise one to eight, in particular one to six, most 
preferably one to three differerrt mesogens according to formula I 
having one polymerizable functional group. 

The mixture according to this particulariy preferred embodiment 
especially preferably contains less than 10 % by weight, very 
especially preferably none of the compounds of component c). 



35 



In another embodiment of the present invention, the mixture of the 
polymerizable mesogenic material comprises 
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a1) 15 to 99 % , preferably 40 to 99 %, in particular 70 to 99 % by 
weight of at least one mesogen according to formula I having 
one polymerizable functional group, 

5 

a2) 0 to 90 % by weight of at least one mesogen according to formula 
I having two or more polymerizable functional groups, 

b) 0.01 to 5 % by weight of an initiator. 

10 

c) 0 to 20 % by weight of a non-mesogenic compound having two 
or more polymerizable functional groups. 

d) 0 to 1000 ppm of a stabilizer, and 

15 

e) 0 to 5 % by weight of a chain transfer agent. 

Mixtures according to this particulariy preferred embodiment are 
prefenred that comprise one to eight, in particular one to six, most 
20 preferably one to three different mesogens according to formula I 
having one polymerizable functional group. 

Further prefenred are mixtures according this preferred embodiment 
that comprise 15 to 99 % by weight of at least two different mesogens 
25 of component a1) and further comprises components b) and optionally 
component a2), c). d) and e) as described above. 

Mixtures according to this particulariy prefenred embodiment are 
preferred that comprise two to eight, in particular two to six. most 
30 preferably two to four different mesogens according to formula I 
having one polymerizable functional group. 

Further prefenred are mixtures according to this particulariy preferred 
embodiment that comprise four or more, in particular fotr to eight, 
35 very particulariy four to six different mesogens according to formula I 
having one polymerizable functional group. 
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The ratio of each of the mesogens according to formula I having one 
polymerizable functional group in the mixture according to this 
particularly preferred embodiment is preferably 5 to 90 %, In 
5 particular 10 to 80 %, very preferably 15 to 65 % by weight of the 
total mixture. 

The mixture according to this particularly preferred emtx>diment 
especially preferably contains less than 10 % by weight, very 
10 especially preferably none of the compounds of component a2). 

In the mixtures comprising two or more different mesogens 
according to formula I having one polymerizable functional group as 
described above, preferably each of the different mesogens 
15 according to formula I is different in at least one of the groups P, Sp, 
X. A\ A^. Z\ and R from each other of the mesogens. 

The mixtures of a polymerizable mesogenic material as described 
above are another object of the present invention. 

20 

Without further elaboration one skilled in the art can. using the 
preceding description, utilize the present invention to its fullest extent. 
The following examples are, therefore, to be construed as merely 
illustrative and not limitative of the remainder of the disclosure In any 
25 way whatsoever. 

In the foregoing and in the following examples, unless otherwise 
indicated, all temperatures are set forth uncorrected in degrees 
Celsius and alt parts and percentages are by weight The following 
30 abbreviations are used to illustrate the liquid crystalline phase 
behaviour of the compounds: 

K = crystalline; N = nematic; S = smectic; Ch = cholesteric; I = 
isotropic. The numbers between ttiese symbols indicate the phase 
35 transition temperatures in degree Celsius. 
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Example 1 

The following mixture was fomnulated 
compound (1) 49.5 % 

compound (2) 49.5 % 

Irgacure 651 1.0 % 



CH, 



(1) 




15 (2) 

The compounds (1) and (2) have been prepared in analogy to the 
methods descrit)ed in WO 93/22397 and DEI 95,04,224. Irgacure 
651 is a photoinitiator for radicalic polymerization which is 
20 commercially available from Ciba Geigy AG. 

To prepare crosslinked polymer films, the mixture was dissolved in 
toluene at a concentration of atxjut 20 % by weight and filtered to 
remove impurities and small particles. 



A sheet of PET (Mellnex 401 , available from ICI Corp.) was rubbed 
unidirectionally 50 to 60 times with a flat aluminium bar coated with 
velvet The applied pressure was approximately 2 g/cm^ , and the 
rubbing length was approximately 1.5 ± 0.2 metres. 



The toluene mixture was coated as a film with a thicioiess of 
approximately 12 ^m on the PET sheet and the solvent was allowed to 
evaporate at 55 "C. The mixture was then cured in a nifrogen 
atmosphere at 55 °C by irradiating with UV light with a wavelength of 
35 350 to 380 nm and an irradiance of 40 mW/cm^ for 4 minutes. 
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In this way, two crosslinked polymer films (la, 1b) with different 
thickness were oljtained that can be used as a retardation film. 

Example A 

5 

The films 1a and 1b obtained as described in example 1 were 
removed from the PET substrate and their retardation was measured 
on a glass slide on an Olympus polarizing microscope using a Berek 
compensator. The film 1a has a retardation value of 134 nm. and the 
10 film 1b a retardation value of 154 nm. 

Figure 2 shows the change of the retardation depending on the 
viewing angle for a sample of the inventive optical quarter wave 
retardation films 1a (curve 2a) and lb (curve 2b) in comparison to a 
15 standard QWF based on PVA (cun/e 2c). It can be clearly seen that 
the viewing angle dependence of both inventive optical quarter wave 
retardation films is lower than that of the PVA film. 

20 Example B 

The optical performance of the inventive retardation film was 
determined in an inventive optical combination together with a t>road 
band cholesteric reflective polarizer. 

25 

The broad waveband reflective polarizer film consisted of a 
polymerized mixture comprising chiral and achiral reactive 
mesogenic compounds. The polarizer exhibited a cholesteric 
structure with planar orientation with multiple pitch lengths of the 
30 cholesteric helix and had a broad wavelength reflection band as 

shown In figure 4 which is ranging from wavelength values of 500 to 
800 nm with a bandwidth of about 300 nm. 



35 



The retardations of the films la (134 nm) and 1b (154 nm) are 0.25 
times a value lying inside the waveband reflected by the broadband 
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reflective polarizer, therefore each of these two films, when used 
together with the reflective polarizer, can act as a quarter wave film. 

Figure 3 depicts the measurement setup. The luminance of light from 
5 a commercial LCD backlight 50 passing through an assembly with the 
reflective polarizer 51 and the inventive optical retardation films 1a 
and 1b of example 1 (52) was measured using a Minolta CS-100 
colour camera 53 at a range of viewing angles (-60 to +60 °). The 
experiment was repeated with a similar assembly, wherein the 
10 inventive optical quarter wave retardation films were replaced by the 
standard QWF based on PVA as used in example A. The 
measurement results are shown in figure 5. 

Curve 5x depicts the luminance of the LCD backlight 50 together with 
15 the reflective polarizer 51 . Curves 5a, 5b and 5c show the luminance 
of the LCD backlight 50 and a combination of the reflective polarizer 
51 together with an optical retardation film 52 that is either one of the 
inventive optical retardation films 1a (curve 5a) or 1b (cun/e 5b) or 
the standard QWF (ctrve 5c). 

20 

The luminance of the assembly comprising the inventive optical 
retardation films la (curve 5a) and lb (curve 5b) Is higher than that 
of the assembly comprising the QWF based on PVA (curve 5c) over 
the whole range of measured viewing angles, and the cross-over 
25 angle occ is increased by about 5 to 6 degrees. 

The optical retardation film 52 and the broadband reflective polarizer 
51 in figure 3 according to example B were not optically coupled. If 
they are laminated together, or if the reflective polarizer is prepared 
30 by polymerization of a mixture of reactive cholesteric mesogenic 
compounds using the optical retardation film as a substrate, tiie 
cross over angle oc is being further increased. 

The results of experiments according to example A and B cleariy 
35 demonstrate the improved properties of an inventive optical 

retardation film compared to an optical retardation film of the state of 
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the art. especially when used in combination with a broadband 
cholesteric reflective polarizer. 

5 Example C 

A PET web substrate for planar alignment was prepared by rubbing 
according to a preferred embodiment of the present invention. 
Rubbing was carried out as depicted in figure 6 by wrapping the PET 

1 0 web 1 at a wrap angle a of 65 ° around a velvet coated roller 2 with a 
circumference of 125 cm, which was rotating with a velocity of 300 
rpm. The web speed was 1750 cm/min and the tension on the web 
was 5 lbs/inch. This resulted in a rubbing length of 1335 mm. An 
Inventive polymerizable mesogenic mixture coated on this PET 

15 substrate showed planar alignment of a high unifomnity with 
substantially no tilt. 



The preceding examples can be repeated with similar success by 
20 substituting the generically or specifically described reactants and/or 
operating conditions of this invention for those used In the preceding 
examples. 

From flie foregoing description, one skilled in tiie art can easily 
25 ascertain the essential characteristics of this invention, and witiiout 
departing flrom the spirit and scope thereof, can make various 
changes and modifications of tiie invention to adapt it to various 
usages and conditions. 

30 



35 
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Patent Claims 

A combination of optical elements comprising at least one 
optical retardation film and at least one broadband reflective 
polarizer, characterized in that the optical retardation film is 
comprising at least one layer of an anisotropic polymer material 
having an optical symmetry axis substantially parallel to the 
plane of the layer, said optical retardation film being obtainable 
by polymerization of a mixture of a polymerizable mesogenic 
material comprising 

a) at least one reactive mesogen having at least one 
polymerizable functional group, 

b) an initiator, 

c) optionally a non-mesogenic compound having two or more 
polymerizable functional groups, and 

d) optionally a stabilizer. 

A combination of optical elements according to claim 1, 
characterized in that the retardation of the optical retardation film 
is from 50 to 250 nm. 

A combination of optical elements according to claim 1 or 2. 
characterized in that the bandwidth of the wavelength band 
reflected by the broadband reflective polarizer is at least 100 nm. 

A combination of optical elements according to any of the 
claims 1 to 3. characterized in that it additionally comprises a 
compensation film comprising a layer of an anisotropic polymer 
material with a homeotropic or tilted homeotropic orientation, 
wherein the compensation film being can be positioned adjacent 
to either side of the optical retardation film. 
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5. A combination of optical elements according to any of the 
claims 1 to 4, characterized in that it additionally comprises a 
linear polarizer, arranged in such a manner that the optical 
retardation film and. if present, the compensation Rim are 

5 positioned between the broadband reflective polarizer and the 

linear polarizer. 

6. A means to produce substantially linear polarized light 
comprising the following components 

10 

I) a combination of optical elements according to any of the 
claims 1 to 5. 

M) a radiation source, and 

15 

III) optionally a diffusor adjacent to the radiation source, 

the components I to III being arranged in such a manner that the 
broadband reflective polarizer of the combination of optical 
20 elements I is facing the radiation source II or, if present, the 

diffusor 111. 

7. An optical retardation film comprising at least one layer of an 
anisotropic polymer having an optical symmetry axis substantially 

25 parallel to the plane of the layer as used in the combination of 

optical elements according to any of the preceding claims, said 
optical retardation film being obtainable by 

A) coating a mixture of a polymerizable mesogenic material 
30 comprising 

a) at least one reactive mesogen having at least one 
polymerizable functional group, 



35 b) an initiator, 
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c) optionally a non-mesogenic compound having two or 
more polymerizable functional groups, and 

d) optionally a stabilizer 

5 

on a substrate or between two substrates in form of a layer, 

B) aligning the polymerizable mesogenic material such that 
the optical symmetry axis is substantially parallel to the 

10 plane of the layer. 

C) polymerizing said mixture by exposing it to heat or actinic 
radiation. 

15 D) optionally repeating the steps A), B) and C) at least one 

more time. 

and 

20 E) optionally removing the substrate or, if present, one or two 

of the substrates from the polymerized material, 

8. An optical retardation film according to claim 7, characterized in 
that the substrate onto which the polymerizable mesogenic 

25 material is coated in step B) is a plastic sheet or film. 

9. An optical retardation film according to claim 7 or 8, 
characterized in that alignment of the polymerizable mesogenic 
material is achieved by directly rubbing at least one of the 

30 substrates onto which the polymerizable mesogenic material is 

coated in step B). 

10. An optical retardation film according to any of the claims 7 to 9. 
characterized in that the mixture of the polymerizable 

35 mesogenic material comprises at least one reactive mesogen 

having one polymerizable functional group and at least one 
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reactive mesogen having two or more polymerizable finctional 
groups. 

11. An optical retardation film according to any of the claims 7 to 1 0, 
5 characterized in that the reactive mesogens are compounds of 

formula I 

P-(Sp-X)„-MG-R I 
10 wherein 

P is a polymerizable group, 

Sp is a spacer group having 1 to 20 C atoms, 



15 



20 



25 



X is a group selected from -0-, -S-. -CO-, -COO-. -OCO-. 
-OCOO- or a single bond, 

n isOorl, 

MG is a mesogenic or mesogenity supporting group, preferably 
selected according to formula II 

wherein 



a' , A^ and A^ are independently fi-om each other 1 ,4- 
phenylene in which, in addition, one or more CH 

30 groups may be replaced by N. 1 ,4-cyclohexylene in 

which, in addition, one or two non-adjacent CH2 
groups may be replaced by O and/or S, 1,4- 
cyclohexenylene or naphthalene-2,6-diyl. it being 
possible for all these groups to be unsubstituted, 

35 mono- or poiysubstituted with halogen, cyano or nitro 

groups or alkyi, alkoxy or alkanoyi groups having 1 to 
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7 C atoms wherein one or more H atoms may be 
substituted by F or CI. 

7} and are eadi independently -COO-. -0C0-, 
5 -CH2CH2-, -OCH2- -CH2O-. -CH=CH-. -CsC-. 

-CH=CH-COO-, -OCO-CH=CH- or a single bond. 

m is 0, 1 or 2, 

10 and 

R is an alkyi radical with up to 25 C atoms which may be 
unsubstituted, mono- or polysubstituted by halogen or CN. 
it being also possible for one or more non-adjacent CH2 

15 groups to be replaced, in each case independently from 

one another, by -0-, -S-. -NH-, -NCCHa)-. -CO-. -COO-. 
-OCO-, -0C0-0-, -S-CO-, -CO-S- or -CsC- in such a 
manner that oxygen atoms are not linked directly to one 
another, or alternatively R is halogen, cyano or has 

20 independently one of the meanings given for P-(Sp-X)n-. 

12. An optical retardation film according to claim 1 0 or 1 1 , 
characterized in that the mixture of the polymerizable 
mesogenic material essentially consists of 

25 

a1 ) 1 5 to 95 % by weight of at least one mesogen according to 
formula I having one polymerizable functional group, 

a2) 5 to 80 % by weight of at least one mesogen according to 
30 fomnula I having two or more polymerizable functional 

groups, 

b) 0.01 to 5 % by weight of an initiator, 

35 c) 0 to 20 % by weight of a non-mesogenic compound having 

two or more polymerizable functional groups. 
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d) 0 to 1000 ppm of a stabilizer, and 

e) 0 to 5 % by weight of a chain transfer agent. 

5 

13. IVIixture of a polymerlzable mesogenic material according to any 
of the claims 10 to 12. 

14. A liquid crystal display device comprising a liquid crystal cell 
10 and a means to produce substantially linear polarized light 

comprising a combination of optical elements, said combination 
comprising an optical retardation film according to any of the 
claims 1 to 13. 

15 



20 



25 



30 
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